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A METHOD OF SWAGING A SPHERICAL BEARING 

This invention relates to a method of swaging and more particularly to a 
5 method of swaging a spherical bearing comprising a ball and a housing, the 
bearing housing to be swaged on to the ball. 

The process of swaging a bearing housing around a ball to complete the 
assembly of a spherical bearing is a well-known process and various swaging 
10 techniques can be used such as taper die swaging or half-cup swaging. 

The so-called spring-back effect occurs when swaging pressure is 
released from the swaged material which returns some way back to its pre- 
swagiQg condition, potentially creating a gap between the ball and the housing 
15 or, at least, not a close fit between the ball and the housing - see Figure 2 of the 
accompanying drawings. . 

Particularly when swaging dissimilar materials, for example, a copper 
ball and a steel housing, care must be taken in swaging the harder material, the 

20 steel housing, onto the softer copper ball so as not to deform the softer material 
by creatkig an irregularly shaped ball or a bad fit between ball and housing. 
Further, when swaging similar materials, it is common to over-swage the 
housing on to the ball so that any spring-back in the swaged material is 
compensated. If spring-back is not compensated, then the swaged part of the 

25 housing will not conform to the shape of the ball meaning a gap is created 
between the edge of the swaged housing and the ball resulting in a loose fitting 
bearing. Consequently, whilst over-swaging can be used to remove or 
minimise spring-back effects so that the inner surface of the swaged housing 
conforms to the shape of the ball when swaging similar materials, over-swaging 
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cannot be used as a spring-back compensation method when swaging dissimilar 
materials. 

The present invention seeks to provide a swaging technique to swage a 
5 housing onto a ball to produce a spherical bearing, which technique ameliorates 
the problans with conventional swaging processes. 

Accordingly, one aspect of the present invention provides a method of 
swaging a spherical bearing comprising a ball and a bearing housing, the 
10 method comprising the steps of: 

providing a ball and a bearing housing to be swaged around the ball; 
creating a temperature dLfferendal between the temperature of the 
housing and the temperature of the ball, the ball bemg at a lower temperature 
than the housing such that the relative size of tiie ball with respect to the 
IS housing decreases; 

inserting the ball in the housing; 

swaging the housing around the ball, the ball being cooler than tiie 
housing during the swaging process; 

allowing the ball and housing to return to ambient temperature such that 
20 the relative size of the ball with respect to the housing increases. 

In order that the present invention may be more readily understood^ 
embodiments thereof will now be described, by way of example, witii reference 
to the accompan}dng drawings, ia which: 



25 



Figure 1 is a schematic cross section of a spherical bearing comprising a 
ball and a bearing housing before the bearing housing is swaged on to the ball; 
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Figure 2 is a schematic cross-sectional detail of the fit between a ball 
and a bearing housing after the bearing housing has been swaged on to the ball 
using a conventional swaging technique; 

5 Figure 3 is a schematic cross-sectional detail of the fit between a ball 

and a bearing housing after the housing has been swaged on to the ball in 
accordance with a method embodying the present invention; and 

Figure 4 is a schematic cross-section of a spherical bearing being 
10 swaged in a taper die swaging process. 

Referring to Figure 1, in a swaging process such as a taper die swaging 
process (as shown in Figure 4), a bearing housing 1 is to be swaged on to a ball 
2 to create a spherical bearing 3. Figure 1 shows the ball 2 and housing 1 

15 before swaging. In accordance with embodiments of the present invention, 
prior to swaging, a temperature differential is established between the 
temperature of the housing 1 and the temperature of the ball 2. Preferably, this 
is established by cooling the ball 2 in liquid nitrogen until the ball has reached 
the temperature of the liquid nitrogen (-196^^0). Of course, any other 

20 convenient cold medium can be used to cool the ball 2. 

In the cooliag process, thermal contraction takes place and tihie ball 2 
reduces in size relative to the size of the housing since the housing 1 is 
maintained at ambient temperature. 

25 

Once the ball 2 has been cooled to a desired temperature and thermal 
contraction has taken place, the cooled ball 2 is seated in the housing 1 and the 
housing 1 is swaged on to the cooled ball. Over-swaging is avoided to 
minimise stress on the ball 2 and prevent deformation of the ball 2. After 
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completion of the swaging process, the spherical bearing 3 is removed from the 
swaging apparatus, be it a taper die or the like, and the spherical bearing 3 is 
allowed to return to ambient temperature - i.e. both parts of the spherical 
bearing 3, the housing 1 and the ball 2, return to ambient temperature. In 
5 returning to ambient temperature, the ball 2 will undergo thermal expansion 
effectively growing witihi respect to the size of the housing and taking up any 
spring-back effects latent in the swaged housing 1 to produce a spherical 
bearing 3 with a close-fit between ball and housing. 

10 The temperature differential between the housing 1 and the ball 2 can be 

achieved also by heating the housing 1 as opposed to cooling the ball 2 or, 
altematively, thermal expansion of the housing 1 can be caused by heating the 
housing 1 in combination with cooling the ball 2 which will undergo thermal 
contraction. Swaging can then take place on the heated housing 1 on to the 

15 cooled ball 2, although thermal stresses should be monitored. 

In practice, liquid nitrogen offers a convenient cold medium to cool the 
ball. Cooling the ball in liquid nitrogen until the ball stops effervescing in the 
liquid nitrogen allows the ball to drop in temperature to in the region of -196°C 
20 whereupon significant contraction of the ball 2 has taken place. 

In the above example, the ball is manufactured from a copper-based 
material and the housing is manufactured from steel. It is possible to use the 
above-described swaging technique when the material of the ball and the 
25 housing are the same or similar, but it should be noted that the above technique 
is particularly advantageous for swaging a housing on to a ball where the 
housing and ball are made from dissimilar materials. 
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It should be noted that if one of the two parts of the spherical bearing is 
softer than the other, then there will be deformation of the softer material which 
is disadvantageous iq itself, but also contributes to mcreased spring-back. 
Previously, imacceptable results have been achieved when swaging dissimilar 
5 materials using a taper die swage such as that shown schematically in "Figure 4, 
because of the large bulk of material of the housing to be swaged. Swaging 
dissimilar materials is not such a problem with a half-cup swage since only a 
thhi lip of the housiug material needs to be swaged in that instance. However, 
the processes embodying the present invention are still advantageous using a 
10 half-cup swage over conventional processes since a close-fit spherical bearing 
witii improved tolerances is made possible. 

A further improvement in the fit between ball 2 and housing 1 can be 
achieved when performing a half-cup swage by preforming the inner surface of 
15 the housing to be swaged. The inner surface of the housing to be swaged on to 
the ball 2 is normally strai^t but, in this improvement, the ioner surface of the 
housing is machined to be slightly concave. When swaged onto the ball, the 
slight concavity improves the close fit and further reduces any spring-back 
effect. 

20 

In the present specification "comprises" means "includes or consists of 
and "comprising" means "including or consisting of. 

The features disclosed in the foregoing description, or the following 
25 claims, or the accompanying drawiags, expressed in their specific forms or in 
terms of a means for performing the disclosed function, or a method or process 
for attaining the disclosed result, as appropriate, may, separately, or in any 
combination of such features, be utilised for realising the invention in diverse 
forms thereof. 



